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(54) Reflection-preventing film-forming composition 

(57) A reflection-preventing film-forming composi- 
tion comprising non-sublimating fine particles having a 
radiation-absorbability dispersed in the solvent, which 
composition is good in storage stability, does not cause 
the sublimation of the fine particles having a radiation 
absorbability in a reflection-preventing film, does not 
cause intermixing and can form a resist pattern excel- 
lent in heat resistance, dry-etching property, resolution, 
precision and the like. 
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Description 

BACKGROUND OF THE INVENTION 

5 This invention relates to a reflection-preventing film-forming composition which is useful for fine processing in a Irth- 
o graphi c process in which various radiations are used, and is suitable particularly for the production of an integrafecT 
circuit device. 

Ththefieid of producing an integrated circuit device, the processing size is being made finer in the lithographic proc- 
ess for obtaining a higher level of integration, and in several years, a technique enabling the fine processing in the order 
to of subhaH micron has been developed. 

In this lithographic process, in general, a desired resist pattern is obtained by coating a substrate with a resist such 
as a positive resist consisting of a novolak resin and a quinonediazide type photosensitive agent in a thickness of 0.5 
to 10 urn, transferring the mask pattern to the resulting resist film by means of a stepper and developing the resist film 
with a suitable developer. 

is However, there has been such a problem that on the surface of a substrate having a high reflectance such as alu- 
minum, aluminum-silicon alloy, aluminum-silicon-copper alloy, polycrystalline silicon (poly-Si), tungsten silicide or the 
like used in the above process, or even on the surface of another substrate such as silicon in the case of radiations hav- 
ing some wavelengths (for example, deep ultraviolet ray or the like), the radiation to which the substrate has been 
exposed is reflected to cause halation, so that the reflected radiation reaches a region which should not be exposed to 

20 any radiation and hence a fine resist pattern cannot be reproduced exactly. In order to solve this problem, a method has 
been tried which comprises adding a radiation absorber such as a dye or the like to the positive resist to lower the radi- 
ation permeability of the resist, thereby inhibiting the radiation from being reflected on the substrate surface when the 
resist film is exposed to the radiation. 

However, according to such a method that a radiation absorber is added, the radiation to which the resist film has 

25 been exposed cannot reach a sufficiently deep portion of the resist film, and hence, there are such problems that the 
resist pattern shape obtained is inferior; the sensitivity, resolution, focus depth, developability and the like of the resist 
film become low; the storage stability of resist is impaired; and the resist performance becomes low. 

Therefore, as a substitute for the above-mentioned method, a method has been proposed which comprises form- 
ing, on the surface of a substrate having a particularly high reflectance, a reflection-preventing film which absorbs the 

30 radiation to which the resist has been exposed, to inhibit the reflection, thereby preventing the halation. As such a reflec- 
tion-preventing film, there have been known inorganic films such as titanium film, titanium oxide film, titanium nitride 
film, chromium oxide film, carbon film, a-silicon film and the like formed by a method such as vacuum deposition, CVD, 
sputtering or the like. These inorganic reflection-preventing films are advantageous in that they are excellent in adapt- 
ability to steps (excellent step-coverage) on the surface of a substrate, can form a uniform film and are free from such 

35 a phenomenon that they are mixed with a resist film (this is called as intermixing) and the resolution, developability and 
the like of the resist film are not deteriorated. However, they have an electroconductivity and hence are disadvanta- 
geous in that they cannot be used in the production of an integrated circuit and require a special apparatus such as vac- 
uum deposition apparatus. CVD apparatus, sputtering apparatus and the like for forming a reflection-preventing film. 
On the other hand, there have been proposed organic reflection-preventing films each composed of a (co)polymer 

40 of polyamic acid or a sulfone (co)polymer and a dye (see, for example Japanese Patent Application Kokai (JP-A) No. 
59-93,448). This organic reflection-preventing film is not electroconductive and, when dissolved in a suitable solvent, 
can be coated on a substrate in the same manner as in the case of a resist without using any special apparatus. 
However, the above-mentioned organic reflection-preventing films have various problems as mentioned below. 

45 (A) since a part of the dye sublimates from the reflection-preventing film in the course of baking and dry-etching, 
the reflection-preventing effect is decreased and the contamination of the apparatus due to the sublimation of a film 
component is caused, 

(B) since the reflection-preventing film is intermixed with the resist film, the resolution and developability of the 
resist film are deteriorated, 

so (C) when the resist pattern is transferred to the reflection-preventing film by dry-etching after the development, the 
etching speed of the reflection-preventing film is equal to or lower than the etching speed of the resist film, and 
hence, the resist pattern is damaged and exact pattern transfer cannot be achieved, 
and the like. 

55 SUMMARY OF THE INVENTION 

The object of this invention is, therefore, to provide a reflection-preventing film-forming composition which has over- 
come the above-mentioned problems of the conventional inorganic and organic reflection-preventing films, is good in 
storage stability, is free from sublimation of any component in the baking and dry-etching steps, does not cause inter- 
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mixing of a refection-preventing film with a resist film in the course of forming a resist pattern and is capable of produc- 
ing a resist pattern excellent in heat resistance, dry-etching, resolution, precision and the like. 

Other objects and advantages o« this invention will become apparent from the following description. 

^ngtothisirwerto^ 
duction ot a semiconductor-producing device which composition comprises (a) non-sublimating tine particles having a 
So ISSSSSS^A to hereinafter as merely the radiation-absorbable fine particles), (b) a polymeric d,s- 
^SSSSi organic solvent, the said radiation-absorbable f ine partc.es (a) being dispersed in the organ* 
solvent (c). 

DETAILED DESCRIPTION OF THE INVENTION 

The term "radiation-absorbable fine particles" used herein means fi ne particles which can effectively absorb the 
J^JS^^^ST^^ the radiation reflected on the surface of a substrate .nine Wol 

Sg^ 
Ss^ 

tides is not critical as far as the radiation-absorbable fine particles have the above-m«,t,oned 
— -SDch radlation^absorbable fine particles include fine panicles of organjc^gmente such as those of Iheazotype. 
the pWnaSfnine type, the triphenyYmethane type, the quinoline type^UinicTidHnr ype, the dioxane type, me peryi- 
mC^La type, the anthraquinone type and the like; and fine particles of inorganic pigments such as 
ttanSToxae lead chromate lead sutfate, yellow lead, zinc yellow, rouge (red oxide (I..)), cadmmm red, titanium blad, 

therefor indude for example, carbon blacks such as oil furnace black, channel black, thermal black, acetylene black. 
££££ f bone black, mineral black, aniline Hack, graphite and the like; fullerenes such as ful.erene C 60 , fullerene 

vent^gfS^^^ 

1 2 to 1 um and more preferably rlnrntoOLyra this case, when the average partide^iz^xce^lCTe 
the be lost, the dispersibility of the fine particles ,n a solvent tends to 

be reduced and the storage stability of the fine particles tends to become insufficient. 

The oraanic solvent used in th7s invention includes, for example, 2-methoxyethyl acetate, 2-ethoxyethyl acetate 3- 
meth^Z aSate. 3-methoxybuty. acetate, ethane glycol monomethy. ether, ethylene g£ol mnortg «her 
Xenedycol monopropyl ether, ethylene glycol monobutyl ether, ethylene glycol monomethyl ether acetate, ethylene 
g yTmonoeSryTethTr aSate. propylene glycol monomethy. ether, propylene glycol monoethyl ether, propylene glycol 
monomer, ether acetate, propylene glycol monoethyl ether acetate, propylene glycol monopropyl ether acetate 
meWeS ketone 2-heptanone, 3-heptenone, 4-heptanone. cydohexanone. dioxane. tetrahydrduran ,, methyl 2- 
hydro Sole ethyl 2^hydroxypropionate, methyl 2.hydroxy-2-methy^ionate. ^y^^^ 
a e etlS eihoxyacetate. ethyl hydroxyacetate, methyl 2-hydroxy-3-methylb U tyrate. 3-methyl-3-methoxybutyl acetate. 3- 
mihoxybuty? propionate. 3 metiiyl-3-methoxybutyl propionate. 3-methoxybuty. butyrate. 3-^.-^x^1 
bZatTJiglyme ethyl acetate, propyl acetate, butyl acetate, methyl 3-methoxypropionate, methyl 3-methoxybutyrate. 
S pyS !'S pyruvate toluene, xylene, cyclohexane and the like. These solvents may be used alone or ,n 

ad Thra£vTsorntemay. if desired, have added thereto at least one high boiling point solvent such as benzyl ethy. 
etherj^ti^xyleth^r.^liethylene glycol monomethy. ether, diethylene glycol monoethyl ether, ^'^^''?^ e 
45 ovl ettier diethylene glycol monobutyl ether, acetonylacetone, isophorone. capro.c acid, capryl.c acd. 1 -octanol. 1-non- 
an^ S^S Snzyl acetete. ethy. benzoate. diethyl oxalate, diethyl maleate, r butyro.actone. ethy.ene 
carbonate, propylene carbonate, phenyl Cellosolve acetate, N-methylpyrrolidone or the like 

The amount of the solvent contained is preferably 1 to 500 parts by weight, more preferably 10 to 100 parts by 
weiaht Der Dart bv weight of the radiation-absorbable fine partides. 

The SlymeS dispersing agent used in this invention includes, for example, polyoxyethylene alky, ethers, potyox- 
yethyTene a'**' testers, ethylene oxide adducts of sorbitol, propylene ox.de adducts 

prcoylene oxide adducts of polyethylenepolyamine. ethylene oxide-propylene ox.de mixed adducts of polyethylenep- 
oS^e Sene oxide adducts of nonyl phenyl ether-formakiehyde condensate po.y(meth)a ° 
oSmers of carboxyl group-containing unsaturated monomers and other vinyl compounds, partial alkyl esters oi 
SmeWacVylS add or th* salts, polystyrenesulfonic acid salts, fomnaldehyde condensates of naphthalenesu tonic 
^^^^^Xmnes^L-m acid esters, fatty add-modified potyesters polyamides. tertiary 
amin^r^^ tertiary amine-modified polyesters and the like. These polymeric dispersing agents can 

be used alone or in admixtur of two or more. 
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Among the above polymeric dispersing agents, preferable are ethylene oxide-propylene oxide mixed adducts of 
sorbitol, salts of copolymers of carboxyl group-containing unsaturated monomers with other vinyl compounds, tertiary 
amine-modified polyesters and the like. 

The amount of the polymeric dispersing agent contained is preferably 10 to 200 parts by weight, more preferably 
50 to 150 parts by weight and most preferably 80 to 120 parts by weight, per 100 parts by weight of the radiation- 
absorbable fine particles. 

When the amount of the polymeric dispersing agent contained is less than 10 parts by weight, no film tends to be 
obtained when the composition of this invention is spin-coated. On the other hand, when the amount of the polymeric 
dispersing agent contained exceeds 200 parts by weight, the proportion of the radiation-absorbable fine particles in the 
film is reduced and hence the reflection-preventing effect of the radiation-absorbable fine particles tends to become 
insufficient 

The reflection-preventing lilm-forming composition of this invention may have compounded therewith various addi- 
tives as far as the desired effect is not impaired. 

The above additives include, for example, other radiation-absorbing compounds than the radiation-absorbable fine 
particles (said compounds are referred to hereinafter as other radiation-absorbers); polymeric binders; reactive dilu- 
ents; and the like. 

The above-mentioned other radiation-absorbers include, for example, dyes such as oil-soluble dyes, disperse dyes, 
basic dyes, methine dyes, pyrazol dyes, imidazole dyes, hydroxyazo dyes and the like: fluorescent whitening agents 
such as bixin derivatives, norbixin, stilbene, 4,4<iiaminostiblene derivatives, coumarin derivatives, pyrazoline deriva- 
tives and the like; ultraviolet absorbers such as hydroxyazo dyes, Tinuvin 234, Tinuvin 1130 (manufactured by Ciba- 
Geigy) and the like. These other radiation-absorbers can be used alone or in admixture of two or more. 

The amount of the other radiation-absorbers contained is preferably 100 parts by weight or less, more preferably 
50 parts by weight or less, per 1 00 parts by weight of the radiation-absorbable fine particles. 

The above-mentioned polymeric binder has such an action that the radiation-absorbable fine particles are retained 
in the reflection-preventing film and the film strength of the reflection-preventing film is improved. 

Said polymeric binder includes, for example, epoxy resin, melamine resin, urea resin, aniline resin, phenol resin, 
unsaturated polyester resin, (meth)acrylic acid ester resin, styrene resin, maleimide resin and the like; copolymer of at 
least one macromonomer composed of a polymer chain having a polymerizable unsaturation at its one end with at least 
one other unsaturated monomer (the copolymer being referred to hereinafter as the macromonomer binder); and the 
like. Particularly preferable is the macromonomer binder. 

The macromonomer in the above macromonomer binder includes, for example, compounds each composed of a 
polymer chain such as polystyrene, polymethyl (meth)acrylate, polyethyl (meth)acrylate, polybutyl (meth)acrylate, poly- 
benzyl (meth)acrylate, polysiloxane or the like and a (meth)acryloyl group bonded at one end of the polymer chain. 

The above-mentioned other unsaturated monomers to be copolymerized with the above-mentioned macromono- 
mer include, for example, (meth)acrylic acid esters such as methyl (meth)acrylate, ethyl (meth)acrylate, propyl 
(meth)acrylate, butyl (meth)acrylate, benzyl (meth)acrylate, 2-hydroxyethyl (meth)acrylate, 2-hydroxypropyl (meth)acr- 
ylate, 3-hydroxypropyl (meth)acrylate, dimethylaminoethyl (meth)acrylate, dimethylaminopropyl (meth)acrylate, glycidyl 
(meth)acrylate and the like; unsaturated carboxylic acids such as acrylic acid, methacrylic acid, crotonic acid, maleic 
acid, monomethyl maleate, fumaric acid, monomethyl fumarate, itaconic acid, citarconic acid, mesaconic acid, cinnamic 
acid and the like; aromatic alkenyl compounds such as styrene, a-methylstyrene, vinyltoluene, styrenesulfonic acid and 
the like; alkenyl cyanide compounds such as (meth)acrylonitrile, a-chloroacrylonitrile, vinylidene cyanide and the like; 
and conjugated dienes such as butadiene, isoprene. 2,3-dimethylbutadiene, chloroprene, isoprenesulfonic acid and the 
like. 

The macromonomer binder has a high affinity between the macromonomer unit and the radiation-absorbable fine 
particles and can form a particularly excellent reflection-preventing film. 

Said polymeric binders can be used alone or in admixture of two or more. 

The amount of the polymeric binder contained is preferably 100 parts by weight or less, more preferably 1 to 50 
parts by weight, per 1 00 parts by weight of the radiation-absorbable fine particles. 

The above-mentioned reactive diluent is a component having a miscibility with the solvent used in the reflection- 
preventing film-forming composition and being able to polymerize or cross-link by baking or exposure to a radiation after 
the composition has been coated, and has an action of improving the film strength of the reflection-preventing film sim- 
ilarly to the above-mentioned polymeric binder. 

Said reactive diluent includes, for example, unsaturated compounds such as vinyl ester compounds, vinyl cyanide 
compounds, unsaturated carboxylic acid esters, esters of unsaturated carboxylic acids with unsaturated alcohols, vinyl 
halide compounds, hydroxyl group-containing vinyl compounds, amino group-containing vinyl compounds, amido 
group-containing vinyl compounds, carboxyl group-containing vinyl compounds, epoxy group-containing vinyl com- 
pounds, aromatic vinyl compounds and the like; polyfunction^ epoxy compounds; and the like. In particular, preferable 
are esters of unsaturated carboxylic acids with polyhydric alcohols, polyfunctions epoxy compounds and the like. 
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The above esters of unsaturated carboxylic acids with poiyhydric alcohols include, for example, poly(meth)acr- 
ylates of dihydric or more poiyhydric alcohols such as ethylene glycol, propylene glycol, butanediol, hexanediol, poly- 
ethylene glycol, polypropylene glycol, glycerin, 1,2,4-butanetriol. trimethylolpropane, pentaerythritol and the like. The 
polyfunctional epoxy compounds include, for example, polyglycidyl ethers of dihydric or more poiyhydric alcohols; pol- 

5 yglyctdyl ethers of poiyhydric phenol compounds such as resorcinoi, bisphenol A, novolak resin and the like; polyglyci- 
dyl esters of polycarboxylic acids such as phthalic acid, terephthalic acid and the like; etc. These reactive diluents can 
be used alone or in admixture of two or more. 

The amount of the reactive diluent added is preferably 100 parts by weight or less, more preferable 50 parts by 
weight or less, per 1 00 parts by weight of the radiation-absorbable fine particles. 

10 As other additives, there can be compounded a storage stabilizer, an antiseptic agent, a def oaming agent, an adhe- 
sive and the like. 

The reflection-preventing film-forming composition thus obtained is usually treated so that the solid concentration 
becomes preferably 3 to 20% by weight, more preferably 3 to 1 0% by weight, and thereafter, filtered through a fitter hav- 
ing a pore diameter larger than the diameters of the radiation-absorbable tine particles, for example, a pore diameter of 
is about 2.5 urn. 

An explanation is made below of a process for forming a resist pattern using the reflection-preventing film-forming 
composition of this invention. 

A process for forming a fine pattern can be applied which comprises: 

20 (1) a step of coating the reflection-preventing film-forming composition of this invention on a substrate, 

(2) a step of coating a photoresist solution on the resulting reflection-preventing film, and 

(3) a step of irradiating the photoresist film thus formed with a radiation and developing the irradiated photoresist 
film. 

25 The coating in the above step (1 ) is carried out by a spin coating method, a flow coating method or the like, prefer- 
ably by a spin coating method. 

After the above step (1) but before the above step (2), a further step of baking is usually provided to volatilize the 
organic solvent present in the reflection-preventing film-forming composition and simultaneously form a reflection-pre- 
venting film on the substrate. In this further step, the baking temperature is, for example, about 90 to 250°C, and the 

so baking time is, for example, 1 to 5 minutes when a hot plate is used or1 0 to 60 minutes when an oven is used. Accord- 
ing to this, a thickness of the reflection-preventing f Dm is preferably 0.05-1 urn and more preferably 0.05-0.5 urn. 

In the above step (2), a suitable photoresist film is formed in a desired film thickness, for example, a thickness of 
0.5 to 2 \xm, on the reflection-preventing film. In this case, the coating method may be the same as in the step (1). 
In the step (2), the necessary components for constituting the photoresist are dissolved in a suitable solvent so that 

35 the solids concentration becomes, for example, 5 to 50% by weight, and thereafter, the resulting solution is filtered 
through a filter having a pore diameter of. for example, about 0.2 jim to prepare a photoresist solution, after which this 
solution is applied to the reflection-preventing film by a suitable method such as a spin coating method, a flow coating 
method or the like. In this case, however, it is needless to say that instead of the preparation of a photoresist, a com- 
mercially available resist solution can be used as it is. 

40 After the above step (2), prebaking is usually effected to volatilize the solvent in the photoresist solution, thereby 
forming a photoresist film. In this case, the prebaking temperature may be varied depending upon the kind of the pho- 
toresist used; however, it is preferably about 30 to 200°C, more preferably 50 to 150°C. 

As the resist used in the formation of a resist film, there can be used a positive resist composed of an alkali-soluble 
resin and aquinonediazide photosensitive agent; a negative resist composed of an alkali-soluble resin and a radiation- 

45 sensitive cross-linking agent; a positive or negative chemically amplified resist comprising a radiation-sensitive acid 
generator; and the like. 

In the above step (3), the radiation to be used may be a vistole light, an ultraviolet ray, a deep ultraviolet ray, an X- 
ray, an electron beam, a y-ray, a molecular beam, an ion beam or the like, and preferable are ultraviolet rays such as an 
Mine (wavelength: 365 nm), a g-line (wavelength: 436 nm) and the like and deep ultraviolet rays such as a KrF excimer 
so laser light (wavelength: 248 nm). an ArF excimer laser light (wavelength: 1 93 nm) and the like. 

The irradiation with a radiation (referred to hereinafter as the exposure) is usually effected through a desired mask 
pattern using a stepper. Subsequently, development, washing and drying are conducted to form a desired resist pat- 
tern. In this step, after-exposure-baking may be effected for further improving the resolution, the pattern-shape, the 
developability and the like. 

55 The developer to be used in the formation of a resist pattern includes, for example, alkaline aqueous solutions pre- 
pared by dissolving in water sodium hydroxide, potassium hydroxide, sodium carbonate, sodium silicate, sodium meta- 
silicat , ammonia, ethylamine, propylamine, diethylamine, dipropylamine, triethylamine, methyldiethylamine, 
dimethylethanolamine, triethanolamine, tetramethylammonium hydroxide, tetraethylammonium hydroxide, pyrrole, pip- 
eridine, choline, 1,8-dia2abicydo-[5,4,0]-7-undecene, 1 .S-diazabicyclo-ftS.Ol-S-nonene or the like. 
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These developers may have added thereto an aqueous organic solvent, for example, an alcohol such as methanol, 
ethanol or the like or a surfactant in an appropriate amount. 

Incidentally, when the alkaline aqueous solution is used as the developer, water-washing is usually conducted after 
the development. 

s Subsequently, using the formed resist pattern as a mask, the dry-etching of the reflection-preventing film is effected 
by use of a gas plasma such as an oxygen plasma or the like to obtain a resist pattern for processing a substrate. 

The reflection-preventing film-forming composition of this invention is excellent in storage stability, and the reflec- 
tion-preventing film formed using this composition has a high reflection-preventing effect, is free from sublimation of any 
component during the baking step and the dry-etching step, does not cause intermixing and can give a resist pattern 
10 excellent in heat resistance, dry-etching property, resolution, precision and the like. 

Accordingly, the reflection-preventing 1ilm-forming composition of this invention can greatly contribute particularly 
to the production of an integrated circuit having a high level of integration. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

15 

Examples and Comparative Examples are shown below to explain this invention in more detail. However, this 
invention should not be construed to be limited to the Examples. 

The kinds of the resists used in the Examples and Comparative Examples are as follows: 

20 Kind of resist 

Resist A: A positive resist composed of a novolak resin and a naphthoquinonediazide-5-sutfonic acid ester type 
photosensitive agent (PFR 1X120, a trade name of Japan Synthetic Rubber Co., Ltd.) 

Resist B. A chemically amplified positive resist composed ol a solution obtained by uniformly mixing 100 parts by 
25 weight of a polyvinylhydroxystyrene, 50% of the hydroxyl groups of which have been t-butoxycarbonylated 

(weight average molecular weight = 10,000), 2 parts by weight of triphenylsulfonium hexatluoro-anti- 
monate (radiation-sensitive acid generator) and 306 parts by weight of propylene glycol methylether ace- 
tate and then filtering the mixture through a membrane filter membrane filter having a pore diameter of 0.2 
Mm. 

30 

Resist patterns were formed by the following methods: 
Formation of resist pattern 

35 On a silicon wafer (having a diameter of 4 inches) on which aluminum was applied in a thickness of 0.2 ^m by sput- 
tering, a reflection-preventing film-forming composition was spin coated so that the f Dm thickness became 0.2 ^m to 
form a reflection-preventing film, and thereafter, the reflection-preventing film was baked on a hot plate at 170°C for 2 
minutes. Thereafter, a resist was spin coated on the reflection-preventing film so that the film thickness became 1.5 urn 
to form a resist film, and then, the resist film was prebaked on a hot plate at 90°C for 2 minutes. Subsequently, in the 

40 case of Resist A, Stepper NSR15056A (manufactured by NIXON CORP.) (numerical aperture: 0.45, wavelength: 365 
nm) was used and in the case of Resist B, Stepper NSR1505EX (manufactured by NIKON CORP.) (numerical aperture: 
0.42, wavelength: 248 nm) was used, as a stepper, to carry out the exposure for only such an exposure time that 0.6 
jum line-and-space pattern could be formed in a 1 : 1 line width (said exposure time being referred to hereinafter as the 
optimum exposure time). Subsequently, the after-exposure-baking was carried out on a hot plate at 1 1 0°C for 1 minute, 

45 and thereafter, the exposed resist film was developed with a 2.38% by weight aqueous tetramethylammonium hydroxide 
solution at 25°C for 1 minute and then washed with water and dried to form a resist pattern. 

The evaluation of the performance of reflection-preventing film was conducted by the following methods: 

Evaluation of performance of reflection-preventing film 

so 

Reflection-preventing effect 

An aluminum substrate having a hole pattern having a depth of 0.6 nm and a diameter of 2 ^m was spin-coated 
with a reflection-preventing film-forming composition so that the film thickness became 0.2 jim to form a ref lection-pre- 
55 venting film, which was then prebaked on a hot plate at 170°C for 2 minutes. Thereafter, a resist solution was spin- 
coated on th reflection-prev nting film in the same manner as in the above-mentioned formation of a resist pattern to 
form a resist pattern. Subsequently, the central portion of the hole pattern was exposed to a radiation for the optimum 
exposure time to form a line pattern having a width of 1 and the depth of the notching of pattern formed by the 
reflection in the optimum exposure time (the depth being referred to hereinafter as the notching depth) was observed. 
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When the proportion of the notching depth to the 1 -urn wide line pattern was smaller than 1 0%, the reflection-preventing 
effect was judged as excellent, when the proportion is 10 to 20%, the effect was judged as good and when the propor- 
tion was more than 20%, the effect was judged as bad. 

5 Sublimation resistance 

A quartz glass substrate was spin-coated with a reflection-preventing film-forming composition so that the film 
thickness became 0.2 pm, to form a reflection-preventing film, which was then prebaked on a hot plate at 150°C for 1 
minute Subsequently, using a self-recording spectrophotometer U-3210 manufactured by Hitachi Ltd., the absorbance 
10 (A) at the absorption peak (X max ) at a wavelength of 300 nm or more was measured, followed by baking on a hot plate 
at 180°C for 5 minutes and then measuring the absorbance (B) in the same manner as above. (A + B) x 100/A is indi- 
cated as the sublimation percentage. When this value was not more than 3%, the sublimation resistance was judged 
as good and when the value exceeded 3%, the sublimation resistance was judged as bad. 

15 Intermixing (resolution) 

In the same manner as in the above evaluation of reflection-preventing effect, the formation of a reflection-prevent- 
ing film and a resist film, the prebaking, the exposure and the development were conducted, and the dimension of the 
minimum resist pattern resolved was measured by use of a scanning type electron microscope. 

20 

Intermixing (developabil'rty) 

In the same manner as in the evaluation of the reflection-preventing effect, the formation of a reflection-preventing 
film and a resist film, the prebaking, the exposure and the development were conducted, and the proportions of scum 
25 and undeveloped portions formed owing to the residues of the reflection-preventing film and resist film were examined 
by use of a scanning type electron microscope. 

Heat resistance 

30 A resist pattern was formed, and thereafter, baked on a hot plate at 140°C for 2 minutes, and whether or not the 
pattern was deformed and the degree of the deformation were examined by use of a scanning type electron micro- 
scope. 

Dry-etching property 

35 

In the same manner as in the above formation of a resist pattern, a reflection-preventing film and a resist film which 
were separately formed were subjected to dry-etching (pressure: 1 5 Pa, RF electric power: 300 W, etching gas: oxygen) 
by use of a dry-etching apparatus DEM-451 (manufactured by Nichiden Anelva K.K.), and the etching speed ratio P 
between the reflection-preventing fflm and the resist film was calculated from the equation P = Ra/Rr in which Ra 
40 means the etching speed of the reflection-preventing film and Rr means the etching speed of the resist film. When P 
was more than 1 .5, the dry-etching property was judged as excellent and when P was 0.9 to 1 .5, the dry-etching prop- 
erty was judged as good, and when P was less than 0.9, the dry-etching property was judged as bad. 

Storage stability 

45 

The viscosity (C) at 25°C of a reflection-preventing film-faming composition just after its preparation was measured 
by use of a Model E viscometer (manufactured by Tokyo Keiki), and after this reflection-preventing film-forming compo- 
sition had been stored at room temperature for 3 months, the viscosity (D) thereof was measured in the same manner 
as above. (D - C) x 100/C was taken as an index (%) of the storage stability and when the index was less than 2%, the 
so storage stability was judged as excellent, when the index was 2 to 5% the storage stability was judged as good, and 
when the index was more than 5%, the storage stability was judged as bad. 

Examples 1 to 10 

55 Reflection-preventing film-forming compositions to be used in the Examples were prepared according to the follow- 
ing compounding recipes, in which parts are by weight 
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Compounding Recipe A 
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Carbon black (average particle size: 40 nm, Mitsubishi Carbon Black 


40 


parts 


#20B, a trade name of Mitsubishi Chemical Co., Ltd.) 






Tertiary amine-modified polyurethane type dispersing agent 


40 


parts 


t-Butyl methacrylate/glycidyl methacrylate/polymethyl methacrylate 


20 


parts 


macromonomer copolymer (monomer composition (parts) = 65/25/15) 






Methyl 3-methoxypropionate 


900 


parts 



Compounding Recipe B 



Carbon black (average particle size: 40 nm, Mitsubishi Carbon Black #20B, 
a trade name of Mitsubishi Chemical Co., Ltd.) 


40 parts 


Tertiary amine-modified polyester type dispersing agent 


40 parts 


t-Butyl methacrylate/2-hydroxyethyl methacrylate/polymethyl methacrylate 
macromonomer copolymer (monomer composition (parts) = 65/25/15) 


20 parts 


Trimethylolpropane trimethacrylate 


20 parts 


Xylene 


40 parts 


3-Methoxybutyl acetate 


840 parts 



Compounding Recipe C 



Carbon black (average particle size: 8 nm, Statex, a trade name of Colombian Company) 


40 


parts 


Dispersing agent based on a partial alkyl ester of polyacrylic acid 


40 


parts 


t-Butyl methacrylate/glycidyl methacrylate/polymethyl methacrylate macromonomer 


20 


parts 


copolymer (monomer composition (parts) = 65/25/15) 






Methyl 3-methoxypropionate 


900 


parts 
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Compounding Recipe D 



Carbon black (average particle size: 8 nm, Statex. a trade name of Colombian Company) 


40 parts 


Dispersing agent based on tertiary amine-modif ied polyester 


40 parts 


t-Butyl methacrylate/2-bydroxyethyl methacrylate/polymethyl methacrylate macromono- 
mer copolymer (monomer composition (parts) = 65/25/15) 


20 parts 


Trimethylolpropane triglycidyl ether 


20 parts 


Xylene 


40 parts 


3-Methoxybuty! acetate 


840 parts 



Compounding Recipe E 

20 



Fularen C 60 (average particle size: 3 nm) 


40 


parts 


Dispersing agent based on tertiary amine-modif ied polyester 


40 


parts 


t-Butyl methacrylate/glycidyl methacrylate/polymethyl methacrylate 


20 


parts 


macromonomer copolymer (monomer composition (parts): 65/25/15) 






Xylene 


40 


parts 


3-Methoxybutyl acetate 


860 


parts 



35 Each of the compositions prepared according to the Compounding Recipes A to E was filtered through a mem- 
brane filter having a pore diameter of 2.5 urn to prepare a reflection-preventing film-forming composition, and the for- 
mation of a resist pattern and the evaluation of performance of a reflection-preventing film were conducted in the same 
manner as above. 

The evaluation results obtained are shown in Table 1 and Table 2. 

40 

Comparative Examples 1 to 5 

In the same manner as in the Examples, except that in Comparative Examples 1 and 4, the reflection-preventing 
film was not used and in Comparative Examples 2, 3 and 5, the compounding recipes shown in Table 1 were used, the 
45 formation of a resist pattern and the evaluation of performance of a reflection-preventing film were conducted. 



50 



55 
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The evaluation i 



5 












10 


Compound- 
ing recipe 




Kind of resist 






Reflection- 
preventing 
effect 




15 


Sublimation 
resistance 






Intermixing 




20 


(Resolution, 






(Developabil- 
ity) 




25 


Heat resist- 
ance 






Dry-etching 
property 


Ex 


30 


Storage sta- 
bility 


Ex 



Note: 



O) 8 wt. parts of m 
92 wt. parts of cycle 
(*2)8wt. parts of a 
(10:8:1:1 by weight) 
2:1). Baking conditiJ 



40 



45 
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, # 
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Table 2 





Example 


Comparative Example 




6 


7 


8 


9 


10 


4 


5 


Compounding recipe 


A 


B 


C 


D 


E 


None 


(*2) 


Kind of resist 


B 


B 


B 


B 


B 


B 


B 


Reflection-prevent- 
ing effect 


Good 


Good 


Excellent 


Excellent 


Excellent 


Bad 


m 


Sublimation resist- 
ance 


Good 


Good 


Good 


Good 


Good 




Good 


Intermixing 
















(Resolution, pm) 
(Developability) 


0.32 
Good 


0.33 
Good 


0.32 
Good 


0.32 
Good 


0.32 
Good 




0.55 

Scum & unde- 
veloped portion 
existed. 


Heat resistance 


Good 


Good 


Good 


Good 


Good 


Good 


Good 


Dry-etching property 


Excellent 


Excellent 


Excellent 


Excellent 


Excellent 






Storage stability 


Excellent 


Excellent 


Excellent 


Excellent 


Excellent 







Note: (*2) Same as in Table 1 . 
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Claims 

1 . A ret lection-preventing film-forming composition to be used in the production of an integrated circuit device, char- 
acterized by comprising: 



(1) a non-sublimating fine particles having a radiation absorbability, 

(b) a polymeric dispersing agent, 

(c) an organic solvent, 

40 said fine particles (a) being dispersed in the organic solvent (c). 

2. The composition accprjdingto Claim 1 , wherein the fine particles (a) are selected from the group consisting of fine 
particles of organi^ptoente\and inorganic {jign - 



45 3. The composition according to Claim 1 , wherein the fi ne particles (a) are t hose of^arBbn. 

4. The composition according to Claim 1 , wherein the fine particles (a) are selected from the group consisting of car- 
bon blacks and furaiens. 



so 5. The composition according to Claim 4, wherein the carbon blacksj nclude oil ft^naceWafeK channel black, thermal 
black, acetylene black, lamp black, bone black, mineraTblacU,' aniline black and graphite, and the furaiens include 
furalen C^, furalen C 70 and furalen nanotube. 



6. The composition according to Claim 1 , wherein the fine particles (a) have an average' particle size of 2 pmorje 

55 

7. The composition according to Claim 1, wherein the organic solvent (c) further contains at least one high boiling 
point solvent selected from the group consisting of benzyl ethyl ether, dihexyl ether, diethylene glycol monomethyl 
ether, diethylene glycol monoethyl ether, diethylene glycol monopropyl ether, diethylen glyc I monobutyl ether, 
acetonitrile, isophorone. caproic acid, caprylic acid, 1 -octanol, 1 -nonanol, benzyl alcohol, benzyl acetate, ethyl ben- 
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zoate, diethyl oxalate, diethyl maleate. y-butyrolactone, ethylene carbonate, propylene carbonate, phenyl Cellos- 
olve acetate and N-methylpyrrolidone. 

8. The composition according to Claim 1 , wherein the polymeric dispersing agent (b) is selected from the group con- 
sisting of polyoxyethylene alkyl ethers, polyoxyethylene alkylphenyl ethers, polyethylene glycol diesters, ethylene 
oxide adducts of sorbitol, propylene oxide adducts of sorbitol, ethylene oxide-propylene oxide mixed adducts of 
sorbitol, ethylene oxide adducts of polyethylenepolyamine, propylene oxide adducts of polyethylenepolyamine, eth- 
ylene .oxide-propylene oxide mixed adducts of polyethylenepolyamine, ethylene oxide adducts of nonyl phenyl 
ether-formaldehyde condensate, poly(meth)acrylic acid salts, salts of copolymers of carboxyl group-containing 
unsaturated monomers with other vinyl compounds, partial alkyl esters of poly(meth)acrylic acid or their salts, pol- 
ystyrenesulfonic acid salts, formaldehyde condensates of naphthalenesulfonic acid salts, polyalkylenepolyamines, 
fatty acid esters of sorbitan, fatty acid-modified polyesters, polyamides, tertiary amine-modif ied polyurethanes and 
tertiary amine-modif ied polyesters. 

9. The composition according to Claim 1, wherein the amount of the polymeric dispersing agent (b) contained is 10 
to 200 parts by weight per 100 parts by weight of the fine particles (a). 

1 0. The composition according to Claim 1 , which further contains a polymeric binder which retains the fine particles in 
the reflection-preventing film and improves the film strength of the reflection-preventing film. 

11. The composition according to Claim 10, wherein the polymeric binder is selected from the group consisting of 
epoxy resins, melamine resins, urea resins, aniline resins, phenol resins, unsaturated polyester resins, 
(meth)acrylic acid ester resins, styrene resins, maleimide resins and copolymers of at least one macromonomer 
composed of a polymer chain having a polymerizable unsaturation at its one end with at least one other unsatu- 
rated monomer (the copolymer being referred to hereinafter as the macromonomer binder). 

1 2. The composition according to Claim 10, wherein the amount of the polymeric binder contained is not more than 1 00 
parts by weight per 100 parts by weight of the fine particles. 

13. The composition according to Claim 1, wherein the solids concentration in the composition is 3 to 10% by weight. 

1 4. A process for forming a fine pattern comprising: 

tf) a step of coating a reflection-preventing film-forming composition on a substrate, 

(2) a step of coating a photoresist on the resulting reflection-preventing film, and 

(3) a step of irradiating the resulting photoresist film with a radiation and developing the same, 
said reflection-preventing film-forming composition comprising: 

(a) a non-sublimating fine particles having a radiation-absorbability, 

(b) a polymeric dispersing agent, and 

(c) an organic solvent, 

said fine particles (a) being dispersed in the organic solvent (c). 
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